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international application No. 
PCT/E POO/00357 


International filing date (day/month/year) 
13/01/2000 


Priority date (day/month/year) 
16/01/1999 


International Patent Classification (IPC) or nal 
C09K7/06 


ional classification and IPC 


Applicant 
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and is transmitted to the applicant according to Article 36. 

This REPORT consists of a total of 6 sheets, including this cover sheet. 

□ This report is also accompanied by ANNEXES, i.e. sheets of the description, claims and/or drawings which have 
been amended and are the basis for this report and/or sheets containing rectifications made before this Authority 
(see Rule 70.16 and Section 607 of the Administrative Instructions under the PCT). 

These annexes consist of a total of sheets. 
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citations and explanations suporting such statement 

Certain documents cited 



I 


E 


II 


□ 






III 


i 


IV 




V 




VI 


lis 


VI! 




VIII 


t3 



Date of submission of the demand 
31/07/2000 


Date of completion of this report 
19.01.2001 


Name and mailing address of the international 
preliminary examining authority: 

European Patent Office 
fffS D-80298 Munich 
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EXAMINATION REPORT 



International application No. PCT/EP00/00357 



I. Basis of the report 

1 This report has been drawn on the basis of (substitute sheets which have been furnished to the receiving Office in 
response to an invitation under Article 14 are referred to in this report as "originally filed 1 ' and are not annexed to 
the report since they do not contain amendments (Rules 70. 16 and 70. 17).): 
Description, pages: 

i-8 as originally filed 

Claims, No.: 

1-11 as originally filed 



2 With regard to the language, all the elements marked above were available or furnished to this Authority in the 
language in which the international application was filed, unless otherwise indicated under this item. 

These elements were available or furnished to this Authority in the following language: , which is: 

□ the language of a translation furnished for the purposes of the international search (under Rule 23.1 (b)). 

□ the language of publication of the international application (under Rule 48.3(b)). 

□ the language of a translation furnished for the purposes of international preliminary examination (under Rule 
55.2 and/or 55.3). 

3. With regard to any nucleotide and/or amino acid sequence disclosed in the international application, the 
international preliminary examination was carried out on the basis of the sequence listing: 

□ contained in the international application in written form. 

□ filed together with the international application in computer readable form. 

□ furnished subsequently to this Authority in written form. 

□ furnished subsequently to this Authority in computer readable form. 

□ The statement that the subsequently furnished written sequence listing does not go beyond the disclosure in 
the international application as filed has been furnished. 

□ The statement that the information recorded in computer readable form is identical to the written sequence 
listing has been furnished. 

4. The amendments have resulted in the cancellation of: 

□ the description, pages: 

□ the claims, Nos.: 

□ the drawings, sheets: 

5. □ This report has been established as if (some of) the amendments had not been made, since they have been 

considered to go beyond the disclosure as filed (Rule 70.2(c)): 
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(Any replacement sheet containing such amendments must be referred to under item 1 and annexed to this 
report.) 

6. Additional observations, if necessary: 

V. Reasoned statement under Article 35(2) with regard to novelty, inventive step or industrial applicability; 
citations and explanations supporting such statement 

1. Statement 

Novelty (N) Yes: 

No: 

Inventive step (IS) Yes: 

No: 

Industrial applicability (IA) Yes: 

No: 

2. Citations and explanations 
see separate sheet 

VI. Certain documents cited 

1 . Certain published documents (Rule 70.10) 

and / or 

2. Non-written disclosures (Rule 70.9) 
see separate sheet 

VIII. Certain observations on the international application 

The following observations on the clarity of the claims, description, and drawings or on the question whether the 
claims are fully supported by the description, are made: 
see separate sheet 



Claims 2,5,7-9 

Claims 1,3,4,6,10,11 

Claims 

Claims 1-11 

Claims 1-11 
Claims 
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Re Item V 

Reasoned statement under Rule 66.2(a)(ii) with regard to novelty, inventive step 
or industrial applicability; citations and explanations supporting such statement 

Reference is made to the following documents: 

D1 : Calloni, G. et al; "Carbon Black, A Low Cost Colloidal Additive for Controlling 
Gas-Migration in Cement Slurries"; SPE International Symposium on Oilfield 
Chemistry; San Antonio, Texas, USA; 14-17 February 1995; SPE 28959; 
XP-000915655 

D2: US-A-4 012 329 

D3: US-A-4 689 161 

D4: EP-A-0 449 257 

D5: Encyclopedia of Polymer Science and Engineering; Mark, H.F. et al, editors; 
John Wiley & Sons, New York; Vol. 2, "Carbon Black", pages 623-637 

1. The present application relates to a electrically conductive invert emulsion 
wellbore fluid (claims 1 -9), a method for drilling or completing a well (claim 1 0), 
and a method of providing enhanced information (claim 11). 

2. D1 discloses an invert emulsion comprising carbon black and a surfactant (see 
page 146, 2nd column, 5th paragraph; page 148 "Field Application"; Tables 1-2, 
slurry "D" and "E". Although no "HLB" values are indicated it is reasonable to 
assume that said value is below 12. 

3. D2 discloses the same wellbore fluids as the present applications, but does not 
cite carbon black particles. It is however indicated that further additives may be 
added (column 5, lines 24-35). 

4. D3 discloses tendrillar carbonaceous material (TCM) and carbon black as 
additives (viscosifiers) for invert drilling fluids. The TCM particle dimensions are 
comparable with those of carbon black (see column 1, lines 42-55; column 10, line 
19 to column 11, line 36; Examples 10, 11, 14; Tables 5, 6, 8-10; Figure 1) 

5. D4 teaches that carbon black is an usual additive for invert drilling muds (page 4, 
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lines 13-15). 

6. D5 discloses the definition of carbon blacks. 

7. Thus, the subject-matter of present claims 1 , 3, 4, 6, 10, and 1 1 lacks novelty in 
view of the cited prior art (Art. 33(2) PCT). 

8. Even if novelty would be established it remains questionable whether the 
application involves an inventive step in accordance with Art. 33(3) PCT. Carbon 
black is an additive which is known in the art as a viscosifier or gas-block additive 
(D1 , D3, D4). Carbon black is also known to impart electrical conductivity to 
substances (D5, page 633, 3rd paragraph). 

If document D2 is taken as closest prior art then the objective problem in view of 
said document would be to provide a further embodiment of the compositions of 
D2. Adding a known additive in order to provide a further embodiment cannot 
involve an inventive step. The compositions of the present application do not show 
any surprising or unexpected effects in view of those of D2. 

9. It appears that the subject-matter of present claims 2, 5, 7, 8, and 9 does not 
involve an inventive step since the application on file does not contain any 
indications, surprising effects or unexpected results by virtue of the distinguishing 
features in view of the cited prior art (Art. 33(3) PCT). 

10. The subject-matter of present claims 1-10 satisfies the criterion set forth in Article 
33 (4) PCT. 

For the assessment of present claims 1 1 on the question whether it is industrially 
applicable, no unified criteria exist in the PCT Contracting States. Although said 
claim is characterized by unclear features it appears that according to its nature, it 
can be made or used (in the technological sense) in any kind of industry (PCT- 
Examination Guidelines, C-ll, 4.12; Art. 33(1) and (4) PCT, Rule 5.1(a)(vi) PCT). 
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Certain documents cited 
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Certain published documents (Rule 70.10) 



Application No 
Patent No 



(day/month/year) 



Publication date 



Filing date 
(day/month/year) 



Priority date (valid claim) 
(day/month/year) 



EP-A-0 902 076 



17.03.1999 



02.09.1998 



12.09.1997 



This document discloses electrical well logging in which carbon type fibres or 
flakes (see paragraphs [0033-0035]) are added to a non-conductive fluid. 

Re Item VIII 

Certain observations on the international application 

1 . Claim 1 1 is unclear because said claim does not describe an actual method (Art. 6 
PCT; PCT Examination Guidelines C-lll-3.1). 

2. The feature 'and the like" used in claim 1 1 is undefined and therefore unclear (Art. 
6 PCT). 

3. It appears that claim 1 1 expresses only a mere whish. 
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(PCT Article 18 and Rules 43 and 44) 



Applicant's or agent s file reference 

95.0114 


FOR FURTHER see Notification of Transmittal of International Search Report 

(Form PCT-'fS A/220) as well as. where applicable, item 5 below. 

ACTION 


International application No. 

PCT/EP 00/ 00357 


International filing date (day/month year) 

13/01/2000 


(Earliest) Priority Date (day,' month,- year) 

16/01/1999 


Applicant 

SOFITECH N.V. et al . 



This International Search Report has been prepared by this International Searching Authority and is transmitted to the applicant 
according to Article 18. A copy is being transmitted to the International Bureau. 

This international Search Report consists of a total of 3 sheets. 

| X | It is also accompanied by a copy of each prior art document cited in this report. 



Basis of the report 

a. With regard to the language, the international search was carried out on the basis of the international application in the 
language in which it was filed, unless otherwise indicated under this item. 

j | the international search was carried out on the basis of a translation of the international application furnished to this 
Authority (Rule 23.1(b)). 

b. With regard to any nucleotide and/or amino acid sequence disclosed in the international application, the international search 
was carried out on the basis of the sequence listing : 

| | contained in the international application in written form. 

filed together with the international application in computer readable form. 



2. 

3. 



□ 
□ 
□ 
□ 
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□ 
□ 



furnished subsequently to this Authority in written form, 
furnished subsequently to this Authority in computer readble form. 

the statement that the subsequently furnished written sequence listing does not go beyond the disclosure in the 
international application as filed has been furnished. 

the statement that the information recorded in computer readable form is identical to the written sequence listing has been 
furnished 

Certain claims were found unsearchable (See Box I). 
Unity of Invention is lacking (see Box II) 



With regard to the title, 

X] the text is approved as submitted by the applicant. 

| the text has been established by this Authority to read as follows: 



With regard to the abstract, 

X~| the text is approved as submitted by the applicant. 

I the text has been established, according to Rule 38.2(b), by this Authority as it appears in Box III The applicant may. 
— ' within one month from the date of mailing of this international search report, submit comments to this Authority. 

The figure of the drawings to be published with the abstract is Figure No. 

| | as suggested by the applicant. [X] None of the figures. 

| | because the applicant failed to suggest a figure. 

| | because this figure better characterizes the invention. 
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(57) Abstract 

A wellbore fluid having a non-aqueous continuous liquid phase that exhibits an electrical conductivity increased by a factor in order 
of 10 4 to 10 7 compared to conventional invert emulsion comprises from about 0.2 % to about 10 % by volume of carbon black particles, 
and one or more emulsifying surfactant(s) selected from the class including: nonionic emulsifiers of Hydrophilic-Lipophilic Balance (HLB) 
less than about 12, and anionic surfactants wherein the counter-ion (cation) is any of alkali metal, ammonium, or hydrogen ions. This 
wellbore fluid can be used for drilling or completing a well and can be used for providing enhanced information from electrical logging 
tools, measurement while drilling, logging while drilling, geosteering and the like. 
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Electrically Conductive Non-Aqueous Wellbore Fluids 

This invention relates to non-aqueous wellbore fluids and in particular concerns wellbore fluids 
which axe electrically conductive. The invention also relates to the use of said wellbore fluids 
for drilling or completing subterranean wells such as oil and gas wells. 

In the process of rotary drilling a well, a drilling fluid or mud is circulated down the rotating 
drill pipe, through the bit, and up the annular space between the pipe and the formation or steel 
casing, to the surface. The drilling fluid performs different functions. It removes cuttings from 
the bottom of the hole to the surface, suspends cuttings and weighting material when the 
circulation is interrupted, controls subsurface pressure, isolates the fluids from the formation by 
providing sufficient hydrostatic pressure to prevent the ingress of formation fluids into the 
wellbore, cools and lubricates the drill string and bit, maximises penetration rate etc. An 
important objective in drilling a well is also to secure the maximum amount of information 
about the type of formations being penetrated and the type of fluids or gases in the formation. 
This information is obtained by analysing the cuttings and by electrical logging technology and 
by the use of various downhole logging techniques, including electrical measurements. 

The required functions can be achieved by a wide range of fluids composed of various 
combinations of solids, liquids and gases and classified according to the constitution of the 
continuous phase mainly in two groupings : aqueous (water-based) drilling fluids, and non- 
aqueous (mineral oil or synthetic-base) drilling fluids, commonly called 'oil-based fluids'. 

Water-based fluids constitute the most commonly used drilling fluid type. The aqueous phase 
is made of fresh water or, more often, of a brine. As discontinuous phases, they may contain 
gases, water-immiscible fluids such as diesel oil to form an oil-in-water emulsion, and solids 
including clays and weighting material such as barite. The properties are typically controlled 
by the addition of clay minerals, polymers and surfactants. 

In drilling water-sensitive zones such as reactive shales, production formations or where 
bottom hole temperature conditions are severe or where corrosion is a major problem, oil-based 
drilling fluids are preferred. The continuous phase is a mineral or synthetic oil and commonly 
contains water or brine as discontinuous phase to form a water-in-oil emulsion or invert 
emulsion. The solid phase is essentially similar to that of water-based fluids and these fluids 
too contain several additives for the control of density, rheology and fluid loss. The invert 
emulsion is formed and stabilised with the aid of one or more specially selected emulsifiers. 
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Although oil-based drilling fluids are more expensive than water-based muds, it is on the basis 
of the added operational advantage and superior technical performance of the oil-based fluids 
that these are often used for the drilling operations. 

An area where oil-based muds have been at a technical disadvantage, because of their very low 
electrical conductivity, is in electrical well-logging. Various logging and imaging operations 
are performed during the drilling operation, for example while drilling in the reservoir region 
of an oil/gas well in order to determine the type of formation and the material therein. Such 
information may be used to optimally locate the pay zone, i.e. where the reservoir is perforated 
in order to allow the inflow of hydrocarbons to the wellbore. 

Some logging tools work on the basis of a resistivity contrast between the fluid in the wellbore 
(drilling fluid) and that already in the formation. These are known as resistivity logging tools. 
Briefly, alternating current flows through the formation between two electrodes. Thus, the 
fluids in the path of the electric current are the formation fluids and the fluid which has 
penetrated the formation by way of filtration. The filtercake and filtrate result from filtration of 
the mud over a permeable medium (such as formation rock) under differential pressure. 

Another example where fluid conductivity plays an important part in the drilling operation is in 
directional drilling where signals produced at the drill assembly have to be transmitted through 
an electrically conductive medium to the control unit and/or mud telemetry unit further back on 
the drill string. 

At present the use of resistivity logging tools is limited mainly to cases where a water-based 
drilling fluid is used for the drilling operation (the very low conductivity of the base-oiJ in the 
case of oil/synthetic-base muds precludes the use of resistivity tools in such fluids). Although 
the brine dispersed in the oil phase is electrically conductive, the discontinuous nature of the 
droplets prevents the flow of electricity. Indeed, the inability of these emulsions to conduct 
electricity (until a very high potential difference is applied) is used as a standard test of 
emulsion stability. To that extent it is worth bearing in mind that the electrical conductivity of 
the oil base is typically in the range 1CT 6 to 5 x 10' 2 uS.m' 1 at a frequency of 1 kHz while an 
electrical conductivity of not less than 10 jiS.nV 1 and preferably of no less than 10 3 uS.m"' j s 
desirable for electrical logging operations. So there is a need to increase the electrical 
conductivity of the fluid by a factor in the order of 10" to 1 0 7 . 

A few attempts to make oil-based drilling fluids electrically conductive for the purpose of 
electrical logging have been reported though none of them has been a commercial success. U.S. 
Patent No. 2,542,020, U.S. Patent No. 2,552,775, U.S. Patent No. 2,573,961, U.S. Patent 
No. 2,696,468 and U.S. Patent No. 2,739,120, all to Fischer, disclose soap-stabilised oil-based 
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fluids comprising an aikaline-earth metal base dissolved in up to 10% by weight water. Fischer 
claims to reduce the electrical resistivity to below 500 ohm-m which corresponds to an increase 
of conductivity to k > 2000 u,S m" 1 . However, those fluids happen to be very sensitive to 
contaminants and greater amounts of water lead to unacceptable increase of the fluid loss. In 
essence these fluids relied on the residua] or added water content to dissolve the 
salts/surfactants. Moreover, the continuous oil phase fails to exhibit any increase of its 
electrical conductivity and there is no reference to what happens to the filtrate which under 
optimum conditions is made up essentially of the continuous oil phase. 

Twenty five years later, U.S. Patent 4, 012,329 disclosed an oil-extemal micro-emulsion made 
with sodium petroleum sulfonate and reported of resistivity < 1 ohm-m (k > 1 S m" 1 ). In such a 
micro-emulsion, the sodium petroleum sulfonate forms micelles that contain water and the clay 
so that the clay has to be added as a dispersion in water and cannot be added as dry powder. It 
should be also emphasised that a micro-emulsion is distinctly different from a standard 
emulsion, being thermodynamically stable, smaller in size, higher in surface to volume ratio 
and forming both filtercakes and fluid filtrate of a different nature. Obtaining the necessary 
combination of bulk properties and non-damaging rock interactions is more difficult than for a 
standard direct or invert emulsion fluid, and such fluids are not generally favoured for drilling 
oil wells. 

Although the prior art contains formulations for making oil-based drilling fluid conductive, the 
methods so described adversely affect other mud properties, another reason why none have 
been successfully commercialised. 

The aim of this invention is thus to provide a non-aqueous welibore fluid which exhibits a 
substantial electrical conductivity. 

When mixed in an article at sufficient concentrations, carbon black is known to impart 
electrical conductivity to otherwise insulating materials such as plastics or elastomers. The 
extremely small carbon black particles (« 1 micron) are known to form an interconnecting 
network which allows the conduction of electricity. Such articles can thus, for instance, avoid 
the build up of static electricity or shield against electromagnetic interference. 

However, when carbon black was added to a conventional invert emulsion oil-based drilling 
fluid or mud (hereinafter referred to as OBM), little or no useful increase in conductivity was 
observed. 

More specifically it has been found that the calcium soaps of fatty acids such as tall oil fatty 
acid will interact with the network of carbon particles, decreasing the particle-particle attractive 
forces by adsorbing onto the particles. Similarly, invert emulsifiers or wetting agents having 
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primary, secondary, tertiary amine groups or quaternary ammonium groups have been found to 
adsorb similarly and disrupt the conductive network of carbon black particles. Examples of 
such amine -containing products include fatty alkyl amidoamtnes, fatty alkyl imidazolines, fatty 
alkylamidoamines further reacted or cross-linked with di- or tri -basic acids such as maleic acid. 
Such calcium fatty acid soaps and amine-functional products are in very common use in all 
invert emulsion drilling fluids known to the applicants. 

This invention has discovered that when carbon black is mixed in an OBM containing certain 
types of emulsifiers and oil-wetting agents, high levels of electrical conductivity can be 
obtained at advantageously low concentrations of carbon black. 

Surprisingly, it has been found that in spite of the very high surface area and adsorption 
capacity of carbon black, certain invert emulsifiers and oil-wetting agent types do not disrupt 
the electrically conductive carbon black network. 

In accordance with the invention, an electrically conductive invert emulsion wellbore fluid 
comprises from about 0.2% to about 1 0% by volume of carbon black particles and one or more 
emulsifying surfactant(s) selected from the class including: nonionic emulsifiers of 
Hydrophilic-Lipophilic Balance (HLB) less than about 12, and anionic surfactants wherein the 
counter-ion (cation) is any of alkali metal, ammonium , or hydrogen ions 

All non-ionic surfactants found to date of an Hydrophilic-Lipophilic Balance (HLB) suitable to 
promote invert emulsification, do not destroy the conductivity. These include the 
diethanolamides based on higher fatty acids of more than 12 carbon atoms such as oleic acid or 
tail oil fatty acid (TOFA), alkoxylated higher fatty alcohols, alkoxylated alkylphenols, and 
ethylene oxide/propylene oxide block polymers. Generally, the more suitable HLB values are 
less than 10, but occasionally in combination with other emulsifiers, higher HLB values up to a 
maximum of 12 can be useful. 

The other suitable classes of surfactants are anionic surfactants of sufficiently lipophilic 
character where the anionic surfactant is in the form of an alkali metal soap, the ammonium 
soap, or as the free acid. Polyvalent metal ion (e.g. calcium) soaps of these anionic surfactants 
are excluded because they have been found to disrupt the conductive network of carbon black 
particles, presumably by adsorption through ion-bridging by the polyvalent cation. The most 
preferred anionic surfactants are sulphonates such as alkane suiphonates, alpha-olefin 
sulphonates, alkylarene sulphonates, polyolefin sulphonates, and acyl taurates, all characterised 
by the carbon number of the hydrophobic moiety being at least about 12. 

Other suitable anionic emulsifiers or wetting agents include the alkali metal or ammonium 
salts, or the free acid of fatty acids of 1 2 or more carbon atoms, phosphate esters of ethoxylated 
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alcohols of 12 or more carbon atoms, phosphate esters of ethoxyiated alkylphenols of 14 or 
more carbon atoms, and alkylaminomethyJene phosphonic acids wherein the alkylamine 
precursor contains 1 2 or more carbon atoms. 

The total dose of emulsifiers is preferably in the range of 0.5% to 10%, based on the total 
weight of the well bore fluid. 

A preferred carbon black in this invention has a significantly higher specific surface area (i.e. at 
least 500 m 2 /g) than the conventional carbon black. A very suitable grade has a specific surface 
area of about 1500 m 2 /g compared to 100-300 m 2 /g of the conventional black. This gives the 
carbon black particles a higher ability to form an interconnecting network of particles which 
leads to a thixotropic rheological effect and a significant increase in conduction of electricity. 

The most important attribute of this invention is that the electrical conductivity of the fluid is 
increased by a factor of the order of 10 4 to 10\ This allows the successful application of many 
electrical logging techniques and the transmission of electrical telemetry signals when organic 
liquid-based wellbore fluids fill the borehole. Another object of the present invention is 
therefore a method of providing enhanced information from electrical logging tools, 
measurement-while-drilling (MWD), logging-while-drilling (LWD), geosteering and the like 
wherein the efficiency is enhanced by the improved electrical conductivity wellbore fluids of 
the invention. 

In this invention it has been found that electrically conductive, oil-based drilling fluids can be 
provided which maintain the performance advantages expected from known oil-based (or 
synthetic organic liquid-based) drilling fluids. Therefore, the fluids of this invention minimise 
adverse interactions with drilled rock formation, such as clay formation swelling or dispersion, 
hole collapse, or the undesirable dissolution of underground salt formations. They also provide 
the performance advantages expected from oil-based fluids with regard to enhanced lubricity, 
reduced differential sticking of drill pipe, and good stability at high temperatures. 

According to a preferred embodiment of the present invention, the wellbore fluid also 
comprises material capable of precipitating or complexmg polyvalent metal cations such as the 
ions of calcium, magnesium and iron which may contaminate the wellbore fluid. This is to 
prevent the metal cation from forming a soap with emulsifiers which then adsorbs on the 
surface of carbon black particles and interferes with the conductive network. 

Examples of precipitating materials are dissolved anions such as phosphate, carbonate or 
silicate. Examples of suitable complexing agents are the alkali metal or ammonium salts, or the 
free acids, of citric acid, gluconic acid, glucoheptanoic acid, ascorbic acid, erythorbic acid, 
nitro I otri acetic acid, ethylene diamine tetraacetic acid, diethylenetnamine pentaacetic acid, 
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hydroxyethylidene diphosphonic acid, nitrolotrismethylenephosphonic acid, aminomethylene 
phosphonates based on ethylene diamine or diethyiene triamine or higher ethyleneamines, and 
polyphosphates such as tetrasodium pyrophosphate 

The continous non aqueous phase may be selected from any refined or synthetic fluid known to 
be suitable as a wellbore fluid base liquid such as crude oil, hydrocarbon refined fractions from 
crude oil such as diesel fuel or mineral oil, synthetic hydrocarbons such as n-parafflns, alpha- 
olefins, internal olefins, and poly-alphaolefins; synthetic liquids such as dialkyl ethers, alkyl 
alkanoate esters, acetals; and natural oils such as triglycerides including rape-seed oil, 
sunflower oil and mixtures thereof. Low toxicity and highly biodegradable oils will be 
generally preferred especially for offshore drilling. 

The discontinuous liquid phase is water or a brine and is present from about 0.5% to about 
70% by volume of the emulsion. 

In order to provide other properties required from wellbore fluids, the wellbore fluids of this 
invention may further contain any known wellbore fluid additives such as clay, organoclay, or 
polymeric viscosifiers, filtration reducers such as lignite derivatives or powdered gilsonite 
filtration reducers, asphalts, asphaltites or polymers swollen by the oil, weighting agents such 
as finely divided barytes or hematite, lubricating additives, or any other functional additive 
known to those skilled in the an. These additives aim to provide a drilling mud that has the 
following characteristics : 

• be fluid and produce affordable pressure drop in surface pipes and drill string 

• have a yield stress suitable for supporting/transporting mud solids and drill cuttings 

• be chemically, thermally and mechanically stable 

• provide hole stability 

• provide good lubricity 

• prevent excessive fluid loss to the formation 

The invention will now be illustrated by the following examples. 



Example 1. 

This example demonstrates the effectiveness of carbon black in increasing the electrical 
conductivity of a non-conductive mineral oil (Surdyne B140). The conductivity of the oil is 
below 1 (jS/m. 

We prepared a 1.5% by weight dispersion of carbon black in the mineral oil. The carbon black 
particles form irregular-shaped aggregates of extremely fine carbon particles fused together. 
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The size of the aggregates is in the range 10-250 am but the larger aggregates may be reduced 
in size by mechanical shearing. The conductivity of the oil-carbon black dispersion was about 
20000 nS/m at 500Hz and at room temperature. 

Example 2. 

In this example we show the effect of carbon biack addition on the conductivity of an oil-based 
mud using a conventional tall oil fatty acid calcium soap as the emulsifier: 

Table 1. Formulation for a weighted mud with conventional fatty acid invert emulsifier: 
oil/water ratio:80/20. 



Components 


Amount in 350ml of mud 


Mineral oil (Surdyne B140) 


183.3 g 


Tall oil fatty acid 


9.0 g 


Fluid loss additive (TRUFLO 100™) 


4.5 g 


Lime 


5.0 g 


Carbon black 


6.0 g 


Sodium chloride 


22.67 g 


Water 


63.2 g 


Barite 


131 .2 g 



The conductivity of the full mud formulation is reduced to about 15 uS/m at 500Hz. The 
results suggest that a conventional soap of tall oil fatty acid emulsifier (as used in almost all 
conventional oil-based mud formulations) does not allow the conductive network of carbon 
black particles to form. This is ascribed to strong adsorption of the calcium neutralised 
emulsifier on the carbon black particles, inhibiting the particle-particle interactions which form 
the network. 

Example 3. 

Effect of carbon black on the electrical conductivity of an oil-based mud which uses fatty acid 
diethanolamides (WTTC AMIDE 51 1, a product of W1TCO) as the emulsifier: 
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Table 2. Formulation for a weighted conductive OBM: oil/water ratio: 80/20 



Components 



Amount for 350ml of mud 



Mineral Oil (Surdyne B 140) 

Non-ionic emulsifier 

Alpha-olefin sulphonate emulsifier 

Fluid loss additive (TRUFLO 100™) 

Carbon black 

NaCl 

Water 

Barite 



182.3 g 
8.0 g 
1-Og 
4.5 g 
6.0 g 
21.43 g 
59.75 g 
131. Ig 



The conductivity of the above formulation was 10,000 jiS/m at 500Hz in the full mud 
formulation. It can be seen that this emulsifier type allows the carbon black conductive 
network (and hence conductivity) to be maintained, whilst imparting good emulsion stability, 
even in a weighting fluid where the barite has a diluting effect on the conductive network and 
reduces the conductivity to some extent. The function of the alpha-olefin sulphonate in the 
formulation is to improve the oil-wetting of barite. 
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CLAIMS 

1. An electrically conductive invert emulsion wellbore fluid comprising:- 

i) from about 0.2% to about 1 0% by volume of carbon black particles, and 

ii) one or more emulsifying surfactant(s) selected from the class including: 
nonionic emulsifiers of Hydrophilic-Lipophilic Balance (HLB) less than 
about 12, and anionic surfactants wherein the counter-ion (cation) is any of 
alkali metal, ammonium, or hydrogen ions. 

2. A wellbore fluid according to Claim 1 wherein the carbon black exhibits a specific 
surface area of at least 500 m 2 /g, and preferably of at least 1 500 m 2 /g. 

3. A wellbore fluid according to any preceding Claim wherein the nonionic emulsifier(s) is 
(are) selected from the class including: diethanolamides based on fatty acids of more than 
12 carbon atoms, alkoxylated fatty alcohols, alkoxylated alkylphenols, and ethylene 
oxide propylene oxide block polymers. 

4. A wellbore fluid according to any preceding Claim wherein the anionic surfactant(s) is 
(are) selected from the class including: alkane sulphonates, alpha olefin sulphonates, 
alkyl arene sulphonates, polyolefin sulphonates and acyl taurates, all characterised by the 
carbon number of the hydrophobic moiety being at least about 12, and by the counter-ion 
(cation) being any of alkali metal, ammonium, or hydrogen ions. 

5. A wellbore fluid according to any one of Claims 1 to 4 wherein the anionic surfactant(s) 
is (are) selected from the class including: fatty acids of 12 or more carbon atoms, 
phosphate esters of ethoxylated alcohols of 12 or more carbon atoms, phosphate esters of 
ethoxylated alkyl phenols of 14 or more carbon atoms, and alkyl ami no methylene 
phosphonates wherein the alkylamine precursor contains 12 or more carbon atoms, all 
characterised by the counter-ion (cation) being any of alkali metal ion, ammonium, or 
hydrogen ions. 

6. A welbore fluid according to any preceding Claim in which the total dose of emulsifier(s) 
is in the range 0.5% to 1 0% by weight. 

7. A wellbore fluid according to any preceding Claim containing any material capable of 
precipitating or complexing polyvalent metal cations such as the ions of calcium, 
magnesium and iron. 
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8. A wellbore fluid according to Claim 8 wherein the emulsified brine phase contains 
dissolved anions such as phosphate, carbonate, silicate which will form insoluble 
precipitates with any ions of calcium, magnesium or iron cations. 

9. A wellbore fluid according to Claim 8 wherein the complexing agent is selected from the 
class including the alkali metal or ammonium salts, or the free acids, of citric acid, 
gluconic acid, glucoheptanoic acid, ascorbic acid, erythorbic acid, nitrolotriacetic acid, 
ethylene diamine tetraacetic acid, diethylenetriamine pentaacetic acid, hydroxyethylidene 
diphosphonic acid, nitrolotrismethylenephosphonic acid, aminomethylene phosphonates 
based on ethylene diamine or diethylene triamine or higher ethyleneamines, and 
polyphosphates such as tetrasodium pyrophosphate. 

10. A method of drilling or completing a well wherein the wellbore fluid used is as in any 
preceding Claim. 

11. A method of providing enhanced information from electrical logging tools, 
measurement-while-drilling (MWD), logging-while-drilling (LWD), geosteering and the 
like wherein the efficiency is enhanced by the improved electrical conductivity of any of 
the wellbore fluids as in Claims 1 to 9. 
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